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fuktfttffves. The filter is operated in the usual way, a cake of 1J in. is made and given a 2-hr, solution wash. The usual cycle is six hours in total. An additional extraction is made on the filter, which at times reaches 3%. The slime at the Extension mill is easy to filter, as is generally the case with the Tonopah ores.
